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(54) 1,2-Bis-adducts of stable nitroxides with substituted enthylenes and stabilized 
compositions 

(57) 1 ,2-Bis-adducts of stable hindered nitroxide compounds with substituted ethylenes of formulas (I) & (II) are 
prepared by reacting two equivalents of nitroxyl compound with an ethylenically unsaturated compound such as styrene 
or an acrylate ester. These adducts are very effective inhibitors to prevent the premature polymerization of ethylenically 
unsaturated monomers when such monomers are distilled, processed or stored. 
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Description 

The instant invention pertains to novel 1.2-adducts of stable hindered nitroxyl compounds with substituted eth- 
ylenes such as found in ethylenically unsaturated monomers. The adducts are very effective inhibitors. for preventing 
5 the premature polymerization of vinyl monomers. 

Many of the industrially important ethylenically unsaturated monomers are highly susceptible to ur^anted radical 
polymerization initiated either thermally or by adventitious impurities. Some examples of these monomers are styrene, 
acrylic and methacrylic acid, acrylale and methacrylate esters and acrylonitrile. Premature polymerization may occur 
during manufacture, purification or storage of the monomer. Many of these monomers are purified by distillation. It is 
fo in this operation where premature polymerization is most likely to occur and to be the most troublesome. Methods to 
prevent or reduce the amount of such polymerization are thus highly desirable since the prevention or mitigation of 
such premature polymerization increases the yield of purified monomer and also insures against costly and potentially 
dangerous runaway polymerization in the plant. 

Stable hindered organic nitroxyl compounds included in this invention are those nitroxides which are fully substl- 
15 tuted at the alpha carbon atoms. See L. B. Volodarsky et aL, Synthetic Chemistry of Stable Nitroxides, CRC Press, 
Boca Raton, FL, 1 994. Bis-trifluoromethylnitroxide is a stable nitroxide and Its 1 ,2-bis-adducts with ethylenes are known. 
See A. E. Tipp_lng et al., J. Fluor. Chem., 69, 163 (1994); R. E. Banks et al., J. Chem. Soc. C, 901 (1966); and R. E. 
Banks et al.. J. Chem. Soc, C, 2777 (1971). 

1-Phenyl-1 ,2-bis(2,2,6,6-tetramethylpiperidin-l-yloxy)-ethane is a known bis-adduct. G. Moad etal., Polymer Bull. 
20 6, 589 (1982) reported this maleriat as prepared by the reaction of 1-oxyl-2,2,6,6-tetramelhylpiperidine with styrene. 
No chemical Abstract .Number was ever assigned to this compound nor was any utility ever ascribed to such com- 
pounds. One object of this invention is to provide novel bis-adduct compounds formed by the reaction of stable hindered 
organic nitroxyl compounds with an ethylenically unsaturated monomer. 

Another object of this invention is to demonstrate the ability of these bis-adducts to prevent or mitigate the prem'a- 
25 turo polymerization of ethylenically unsaturated monomers during distillation and purification. 

Still another object of this invention is to provide compounds which exhibit effective stabilization efficacy to organic 
substrates subject to thermal or light induced radiation. 

The instant invention pertains to novel 1 ,2-bis-adducts of formula I or II 
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Where and are independently alky I of 1 to 4 carbon atoms, or Ri and Rg together are pentamethyiene, 
preferably R^ and are each methyl; 

E Is aryl of 6 to 10 carbon atoms, or said aryl substituted by alkyi of 1 to 4 carbon atoms or by halogen, or E is -COOH 
or -COORg where R^ is alkyI of 1 to 1 8 carbon atoms or hydroxyalkyi of 2 to 8 carbon atoms, or E is -CN, preferably 
E is -COOH, -CN or -COORg where Rg is alkyI of 1 to 4 carbon atoms, most preferably butyl; 

Rs, R4 and R5 are independently alky! of 1 to 4 carbon atoms, preferably methyl; and T is a group needed to complete 
a 5-, 6- or 7-membered ring or an 1,1 ,3,3-tetramethylisoindoline moiety, said T group can also be substituted by hy- 
droxy), by 0x0, by acetamido, by -ORq where Rg is alkyI of 1 to 1 8 carbon atoms, or by -O-CO-R9 where Rg is alkyI of 
1 to 17 carbon atoms or phenyl, preferably Rg is alkyI of 1 to 11 carbon atoms or phenyl, with the proviso that the 
compound of formula I is not 1-phenyl-1,2-bis(2;2,6,6-tetramethylpiperidin-1-yloxy)ethane or 1-phenyl-1 ,2-bis 
(1 , 1 ,3,3-tetramethyl-isondonn-2-yloxy)ethane. 

The compounds l-phenyl-1,2-bis(2.2,6,6-tetramethylpiperidin-1-yloxy)ethane and 1-phenyl-1 .2-bis(1,1,3,3-te- 
tramethyl-isondolin-2-yloxy)ethane are the 1 .2-bts-adduct of 1 -oxyl-2,2,6.6-tetramethylplperidine and styrene and the 
35 1 ,2-bis-adduct of 2-oxyl-l ,1 ,3,3-t6tramethyllsoindollrie and styrene 

Preferably T is a group needed to complete a 5-, 6- or 7-membered ring or an 1 , 1 ,3, 3-tetramethylisoindoline moiety 
where said T group is unsubstituted or substituted by hydroxyl, by 0x0, by acetamido or by -O-CO-R9 where Rg is alkyI 
of 1 to 11 carbon atoms or phenyl. 

Following compounds are most preferred: 

(a) 1,2"bis-adduct of 1 -oxy 1-2.2,6, 6-tetramethyl-4-benzoyloxypiperidine and styrene; 

(b) 1 ,2-bis-adduct of 1 -oxyl-2,2,6,6-tetramethyl-4-benzoyloxypiperidine and 4-chlorostyrene; 

(c) 1 ,2-bis-adduct of 1-oxyl-2,2,6,6-tetramethyl-4-hydroxypiperidine and styrene; 

(d) 1 ,2-bis-adduct of 1-oxyl-2,2,6,6-tetramethyl-4-oxopiperidine and styrene; 

(e) 1 ,2-bis-adduct of 1-oxyl-2,2,6,6-tetramethyl-4-benzoyloxypiperidine and butyl acrylate; 

(f) 1,2-bis-adduct of 1-oxyl-2,2,6,6-tetramethyl-4-hydroxypiperidine and butyl acrylate, or 

(g) 1 .2-bls-adduct of 1-oxy!-2,2,6,6-tetramethyl-4-acetamidopiperidine and styrene. 

Formula I represents adducts of cyclic 5-, 6- and 7-membered ring stable nitroxides. Formula II represents adducts 
of acyclic stable nitroxides. The compounds of formula I and II may be prepared according to standard procedures. 
Another aspect of the instant invention is the use of the bis-adducts of formulas I and II as effective inhibitors against 
the premature polymerization of ethylenically unsaturated monomers. The monomers are any having at least one 
carbon-carbon double bond capable of undergoing free radical induced polymerization. Such monomers are well- 
known in commerce and comprise a wide variety of structural types. Typical examples of such monomers are the vinyl 
aromatic hydrocart^ons such as styrene, a-methylstyrene and divinylbenzene; dienes such as butadiene and isoprene; 
halogenated monomers such as vinyl chloride, chloroprene, vinylidene chloride, vinylidene fluoride and vinyl fluoride; 
unsaturated acids such as acrylic acid, methacryllc acid and crotonic acid; unsaturated esters such as the acrylates 
and methacrylates exemplified by butyl acrylate, methyl methacrylate, ethyl acrylate and methyl acrylate; unsaturated 
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nitriles such as acrylonitrile and methacrylonitrile; unsaturated ethers such as methy! vinyl ether; and miscellaneous 
vinyl nnonomers such as the vinyl pyridines, diethyl vinylphosphonate and sodium styrenesulfohate. 

A further subject of the present invention is a monomer composition stabilized against premature polymerization, 
which comprises 

5 

(a) an ethylenically unsaturated monomer, and 

(b) an effective stabilizing amount of a compound of formula I or 11 as described above. 

Preferably the ethylenically unsaturated monomer is selected from the group consisting of the vinyl aromatic hy- 
10 drocarbons; the dienes; the halogenated vinyl monomers; the unsaturated acids; the unsaturated esters; the unsatu- 
rated nitriles; the unsaturated ethers; and miscellaneous vinyl monomers which are the vinyl pyridines, diethyl vinyl- 
phosphonate and sodium styrenesulfonate. 

More preferred is a composition wherein the monomer is, a-methylstyrene, divinylbenzene, butadiene, isoprene, 
vinyl chloride, chloroprene, vinylidene chloride, vinylidene fluoride, vinyl fluoride, acrylic acid, methacrylic acid, crotonic 
-iS acid, butyl acrylate, methyl methacrylate, ethyl acrylate, methyl acrylate, acrylonitrile, methacrylonitrile or methyl vinyl 
ether. 

Particularly preferred Is a composition wherein the monomer is, acrylic acid, methacrylic acid, butyl acrylate, ethyl 
acrylate or acrylonitrile. 

Styrene and vinyl substituted aromates are not amongst the most preferred monomers. 
20 The effective stabilizing amount of component (b) is 1 to 10000 ppm by weight based on the weight of monomer 

of component (a). Preferably, the amount of component (b) is 10 to 1000 ppm by weight based on the monomer of 
component (a). 

The activated polymerization inhibitor mixtures can be introduced into the monomer to be protected by any conventional 
method. It may be added just upstream of the point of desired application by any suitable means. In addition, this 
2S mixture may be injected separately into the distillation train along with the incoming feed of monomer or through sep- 
arate entry points providing efficient distribution of the activated inhibitor mixture. Since the inhibitor is gradually de- 
pleted during operation, it is generally necessary to maintain the appropriate amount of the activated inhibitor mixture 
in the distillation system by adding additional inhibitor during the course of the distillation process. Such addition may 
be carried out either on a continuous basis or by intermittently charging fresh inhibitor into the distillation system if the 
30 concentration of the inhibitor is to be maintained above the minimum required level. 

A further subject of the present invention is the use of the bis-adducts of formulas I and II as effective inhibitors 
. against the premature polymerization of ethylenically unsaturated monomers. 

The bis adducts of formula I or II may be prepared according to standard methods In organic chemistry. The starting 
materials, namely the N-oxyls, are partially commercial compounds or may be prepared according to prior art methods. 
35 The instant invention also pertains to a stabilized composition which cohriprises 

(a) an organic material subject to the deleterious effects of heat, oxygen or actinic radiation, and 

(b) an effective stabilizing amount of a compound of formula I or II as described above. 

•40 The organic material is preferably a polymer, especially a polyolefin, such as polypropylene or polyethylene, or a 

polymer, copolymer or polymer blend which contains in at least one polymer or polymer component significant ethylenic 
unsaturation. Examples of the latter are polymers selected from the group consisting of ABS, HIPS, emulsion SBR, 
PP/EPDM, PP/NBR, PP/NR, ABS/PC, ABS/nylon, ABS/PVC, ABS/polyester, ABS/SMA, ABS/polysulfone, ASA/PC, 
acetal/elastomer, polyester/elastomer, nylon/elastomer. PPO/NR, EPDM/NBR and EPDM/olefin. 
In general polymers which can be stabilized include 

1. Polymers of monoolefins and diolefins, for example polyethylene (which optionally can be crosslinked), poly- 
propylene, polyisobutylene, polybutene-1 , polymethylpenlene-1 , polyisoprene or polybutadiene, as well as poly- 
mers of cycloolefins, for instance of cyclopentene or norbornene. 



so 



2. Mixtures of the polymers mentioned under 1), for example mixtures of polypropylene with polyisobutylene. 



3. Copolymers of monoolefins and diolefins with each other or with other vinyl monomers, such as, for example, 
ethylene/propylene, propylene/butene-1, propylene/isobutylene, ethylene/butene-1 , propylene/butadiene, iso- 
55 butylene/isoprene, ethylene/alkyl acrylates, ethylene/alkyi methacrylates, ethylene/vinyl acetate or ethylene/acryl- 

ic acid copolymers and their salts (ionomers) and terpolymers of ethylene with propylene and a diene, such as 
hexadiene, dicyclopentadiene or ethylidene-norbornene. 
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4. Polystyrene, poly-(a-methylstyrehe). 

5. Copolymers of styrene or methylstyrene with dienes or acrylic derivatives, such as. for example, styrene/buta- 
diene, sty^rene/acrylonltrile, styrene/ethyl methacrylate, styrene/butadiene/ethyl acrylate, styrene/acry Ion it rile/me- 
thyl acryiate; mixtures of high impact strength from styrene copolymers and another polymer, such as, for example, 
from a polyacrylate, a diene polymer or an ethylene/propylene/diene terpolymer; and block polymers of styrene, 
such as, for example, styrene/butadiene/styrene. /isoprene/styrene, /ethylene/butylene/styrene or styrene/ethyl- 
ene/propylene/styrene. 

6. Graft copolymers of styrene, such as, for example, styrene on polybutadiene, styrene and acrylonitrile on polyb- 
utadiene, styrene and alkyi acrylales or methacrylates on polybutadiene, styrene and acrybnltrile on ethylene/ 
propylene/diene terpolymers, styrene and acrylonitrile on polyacrylates or polymethacrylates, styrene and acrylo- 
nitrile on aery late/butadiene copolymers, as well as mixtures thereof with the copolymers listed under 5). for in- 
stance the copolymer mixtures known as ABS-, MBS-, ASA- or AES-polymers. 

7. Halogen-containing polymers, such as polychloroprene, chlorinated rubbers, chlorinated or sulfochlorinated 
polyethylene: epichlorohydrin homo- and copolymers, polymers from halogen-containing vinyl compounds, as tor 
example, pbtyvinylchloride. polyvlnylidene chloride, polyvinyl fluoride, polyvinylidene fluoride, as well as copoly- 
mers thereof, as for example, viny^ chloride/vinylidene chloride, vinyl chlorideA/inyl acetate, vinylldene chloride/ 
vinyl acetate copolymers, or vinyl fluoride/vinyl elher copolymers. 

B. Polymers which are derived from a.p-unsaturated acids and derivatives thereof, such as polyacrylates and 
poiymethacrylates, polyacrylamide and polyacrylonitrile. 

9. Copolymers from the monomers mentioned under 8) with each other or with other unsaturated monomers, such 
as, tor instance, aery Ion itrile/butadiene, acrylonitrile/alkyi acrylate, acrylonitrile/alkoxyalkyi acrylate or acrylonitrile/ 
vinyl halogenide copolymers or acrylonitrile/alkyl methacry late/butadiene terpolymers. 

1 0. Polymers which are derived from unsaturated alcohols and amines, or acyl derivatives thereof or acetals there- 
of, such as polyvinyl alcohol, polyvinyl acetate, polyvinyl stearate, polyvinyl benzoate, polyvinyl maleate, polyvi- 
nylbutyral. polyallyl phthalate or polyallylmelamine. 

11 . Homopolymers and copolymers of cyclic ethers, such as polyalkylene glycols, polyethylene oxide, polypropyl- 
ene oxide or copolymers thereof with bis-glycidyl ethers. 

1 2. Polyacetals, such as polyoxymethylene and those polyoxymethylenes which contain ethylene oxide as comon- 
omer. 

13. Polyphenylene oxides and sulfides, and mixtures of polyphenylene oxides with polystyrene. 

14. Polyurethanes which are derived Irom pplyethers, polyesters or polybutadienes with terminal hydroxyl groups 
on the one side and aliphatic or aromatic polyisocyanates on the other side, as well as precursors thereof (polyiso- 
cyanates, polyols or prepolymers). 

15. Polyamides and cppolyamides which are derived from diamines and dicarboxylic acids and/or from aminoc- 
arboxylic acids or the corresponding lactams, such as polyamide 4, polyamide 6, polyamlde 6/6. polyamide 6/10, 
polyamide 11, polyamide 12, poly-2,4,4-trimethylhexamethylene terephthalamide, poly-p-phenylene terephthala- 
mid'e or poly-m-phenylene isophthalamide, as well as copolymers thereof with polyelhers, such as for instance 
with polyethylene glycol, polypropylene glycol or polytetramethytene glycols. 

16. Polyureas, polyimides and polyamide-imides. 

17. Polyesters which are derived from dicarboxylic acids and diols and/or from hydroxycarboxylic acids or the 
corresponding lactones, such as polyethylene terephthalate, polybutylene terephthalate, poly-1 ,4-dimethylol-cy- 
clohexane terephthalate, poly-[2,2-(4-hydroxyphenyl)-propane] terephthalate and polyhydroxybenzoates as well 
as block-copoly ether-esters derived from poiyethers having hydroxyl end groups. 

18. Polycarbonates. 
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19. Polysuffones, polyethersulfones and polyetherketones. 

20. Crosslinked polymers which are derived from aldehydes on the one hand and phenols, ureas and melamines 
on the other hand, such as phenol/formaldehyde resins, urea/formaidehyde resins and melamine/formaldehyde 

5 resins. 

21 . Drying and non-drying alkyd resins. 

22. Unsaturated polyester resins which are derived from copoly esters of saturated and unsaturated dicarboxylic 
10 acids with polyhydric alcohols and vinyl compounds as crosslinking agents, and also halogen-containing modifi- 
cations thereof of low flammabllity 

23. Thermosetting acrylic resins, derived from substituted acrylic esters, such as epoxy-acrylates, urethane-acr- 
ylates or polyester acrylates. 

15 

24. Alkyd resins, polyester resins or acrylate resins in admixture with melamine resins, urea resins, polyisocyanates 
or epoxide_resins as crosslinking agents. 

25. Crosslinked epoxide resins which are derived from polyepoxides, for example from bis-gtycidyl ethers or from 
20 cycloaliphatic diepoxides, 

26. Natural polymers, such as cellulose, rubber, gelatin and derivatives thereof which are chemically modified in 
a polymer homologous manner, such as cellulose acetates, cellulose propionates and cellulose butyrates, or the 
cellulose ethers, such as methyl cellulose. 

25 

27. Mixtures of polymers as mentioned above, for example PP/EPDM, Polyamide 6/EPDM or ABS, PVC/EVA, 
PVC/ABS, PVC/MBS, PC/ABS, PBTP/ABS. 

28. Naturally occurring and synthetic organic materials which are pure monomerlc compounds or mixtures of such 
30 compounds, for example mineral oils, animal and vegetable fats, oil and waxes, or oils, fats and waxes based on 

synthetic esters (e.g. phthalates. adipates, phosphates or trimellltates) and also mixtures of synthetic esters with 
mineral oils in any weight ratios, which materials may be used as plastlclzers for polymers or as textile spinning 
oils, as well as aqueous emulsions of such materials. 

35 29. Aqueous emulsions of natural or synthetic rubber, e.g. natural latex or latlces of carboxylated styrene/butadiene 

copolymers. 

30. Polysiloxanes such as the soft, hydrophilic potysiloxanes described, for example, in U.S. Patent No. 4,259..467; 
and the hard polyorganoslloxanes described, for example, in U.S. Patent No. 4,355,147. 

40 . 

31 . Polyketimines in combination with unsaturated acrylic polyacetoacetate resins or with unsaturated acrylic res- 
ins. The unsaturated acrylic resins include the urethane acrylates, polyether acrylates, vinyl or acryl copolymers 
with pendant unsaturated groups and the acrylated melamines. The polyketimines are prepared from polyamines 
and ketones in the presence of an acid catalyst. 

45 . 

32. Radiation curable compositions containing ethylenically unsaturated monomers or oligomers and a polyunsat- 
urated aliphatic oligomer. 

33. Epoxymelamine resins such as light-stable epoxy resins crosslinked by an epoxy functional coetherlfled high 
so solids melamine resin such as LSE-41 03 (Monsanto). 

In general, the compounds of the present inventbn are employed from about 1 to about 20% by weight of the 
stabilized composition, although this will vary with the particular substrate and application. An advantageous range Is 
from 1 to 5%; preferably 1 ,5 to 2.5%. 
55 The resulting stabilized compositions of the instant invention may optionally also contain from about 0.01 to about 

5%, preferably from about 0.025 to about 2%, and especially from about 0.1 to about 1 % by weight of various con- 
ventional additives, such as the materials listed below, or mixtures thereof. 

Other compositions of special Interest include those which additionally contain a UV absorber selected from the 
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group consisting of the benzophenones. benzotriazoles, cyanoacrylic acid derivatives, hydrpxyaryl-s-triazines. organic 

nickel connpounds and oxanilides. 

Prelerred UV absorbers are selected fronn the group consisting of 2-[2-hydroxy-3,5-di-(a,a-dimethylben2yl)phe- 

ny(]-2H-ben20tria2ole, 2-[2-hydroxy"3-(a,a-dimethylben2yl)-5octylphenyl]-2H-benzotriazole, 2-(2-hydroxy-3,5-di-tert- 
5 amylphenyI)-2H-benzotriazole, 2-[2-hydroxy-3-tert-butyI-5-((D-hydroxy-octa(ethyleneoxy)carbonyl)ethylphenyl]-2H- 

benzotriazole. 2-f2-hydroxy-3-tert-butyl-5-(2-octyloxycarbonylethyl)phenyl]-2H-benzotriazole, 4.4'-dipctyloxyoxani- 

lide. 2,2'-dioctyloxy-5,5'-dj-tert-butyloxanillde, 2,2'-didodecyloxy-5,5'-di-tert-butyloxanilide, 2-ethoxy-2'ethyloxanllide, 

2,6-bis(2,4-dimethylphenyl)-4-(2-hydroxy-4-octyloxyphenyl-s-triazine, 2,6-bis(2,4-dinnethylphenyl)-4-(2,4-dihydroxy- 

phenyl)-s-triazine, 2,4-bis(2:4-dihydroxyphenyl)-6-(4-chlorophenyl)-s-triazine, 2,6-bis(2,4-dimethylphenyl)-4-[2-hy- 
10 droxy-4-{2-hydroxy-3-dodecyloxypropanoxy)phenyl]-s4riazine and 2,2'-dihydroxy-4,4'-dimethoxybenzophenone. 

Additional compositions of interest include those which additionally contain an effective stabilizing amount of a 

phenolic antioxidant; those which additionally contain a hindered amine derivative; or which additionally contain a 

phosphite or phosphonite stabilizer. 

Compositions of special interest also include those wherein the organic material is an enamel of high solids content 
75 used for an industrial finish; is used as a coil coating; is used as a penetrating wood finish or is used as a film-forming 

wood finish. ^ 

When the instant compounds also contain a reactive functional group, said compounds can be chemically bonded 
by either condensation or free radical addition reaction to the polymer substrate. This provides for a non-migrating, 
non-sublimable UV absorber stabilizer. Such reactive functional groups Include hydroxy, amino, amido, carboxyl and 
20 ethylenically unsalurated moieties. 

The various organic materials useful in the instant invention are described in detail later in this application as well 
as are the various coadditives whose concomitant use with the instant compounds is often found to be highly beneficial. 

The resulting stabilized polymer compositions of the invention may optionally also contain from about 0.01 to about 
5%, preferably from about 0.025 to about 2%, and especially from about 0.1 to about 1% by weight of various conven- 
2S tional additives, such as the materials listed below, or mixtures thereof. 

1 . Antioxidants 

1.1. Alkylated monophenols. for example. 

30 

2.6-di-tert-butyl-4-methylphenol 

2-tert-butyl-4,6-dimethylphenol 

2.6-di-tert-butyl-4-ethylphenol 

2,6-di-tert-butyl-4-n-butyIphenol 
35 '2,6-di-tert-butyM-i-butylphenol 

2,6-dicyclopentyl-4-methylpHenoI 

2-(a-methylcyclohexyl)-4,6-dimethylphenol 

2,6-dl-octadecyl-4-methylphenol 

2,4.6-tri-cyclohexylphenol 
40 2.6-di-tert-butyl-4-methoxymethylphenol 

1 .2. Alkylated hvdroquinones. for example. 

2,6-di-tert-butyl-4-methoxyphenol 
45 2,5-di-tert-butyl-hydroqulnone 

2.5- di-tert-amyl-hydroquinone 

2.6- diphenyl-4-octadecyloxyphenol 

1.3. Hydroxvlated thiodrphenyl ethers, for example. 

so 

2,2'-thio-bis-(6-tert'butyl-4-methylphenol) 
2,2'-thio-bis-(4-octylphenol) 
4,4Mhio-bis-(6-tert-butyl-3-methylphenol) 
4,4'-th!0-bis-(6-tert-butyl-2-methylphenol) 

ss 

1.4. Alkylidene-bisphenols, for example. 
2,2'-methylene-bis-(6-tert-butyl-4-methylphenol) 



BNSDOCID: <EP_0845458A1_L> 



8 



EP 0 845 458 A1 

2,2'-methylene-bis-(6-tert-butyl-4-ethylphenol) 
2,2'-methylene-bis-[4-methyl-6-(a-methylcyclohexyl)-phenol] 

2,2'-methylene-bis-(4-methyl-6-cyclohexylphenol) ^ ' 

2.2'-methylene-bis-(6-nonyl-4-methylphenol) 
5 2,2'-methylene-bis-[6-(a-methylbenzyl)-4-nonylphenol] 

2,2'-methylene-bis-f6-(a,a-djmethylben2yl)-4-nonylphenoll 

2,2'-methylene-bis-(4,6-di-tert-butylphenol) 

2,2'-ethylidene-bls-(4,6-di-tert-butylphenol) 

2,2'-ethylidene-bis-(6-tert-butyl-4-isobutylphenol) 
10 4,4'-methylene-bis-(2,6-di-tert-butylphenol) 

4,4'-methylene-bis-(6-tert-butyl-2-methylphenol) 

1 , 1 -bis-(5-tert-butyl-4-hydroxy-2-methylphenyI)-butane 

2,6-dl-(3-tert-butyl-5-methyl-2-hydroxybenzylH-methyiphenol . 

1 , 1 .3-tris-(5-tert-butyl"4-hydroxy-2-methylphenyl)-butane 
^5 1,1 -bis-(5-tert-butyl-4-hydroxy-2-methylphenyl)-3-n-dodecylmercaptobutane ethyleneglycol bls-[3,3-bis-(3'-tert- 

butyl-4'-hydroxyphenyl)-butyrate] 

dj-(3-tert-butyl-4-hydroxy-5-methylphenyl)-dicyclopentaciiene 

di-[2-(3'-tert-butyl-2'-hydroxy-5'-methyl-benzyl)-6-tert-butyl-4-methylphenyl] terephthalate. 

20 1 .5. Benzyl compounds, for example. 

1,3,5-tri-(3,5-di-tert-butyM-hydroxybenzyl)-2,4,6-1rinnethyl benzene dl-(3,5-di-tert-butyi-4-hydroxybenzyl) sulfide 
3,5-di-tert-butyl-4-hydroxybenzyl-nnercapto-acetic acid isooctyl ester bis-(4-tert-butyl-3-hydroxy-2,6-dimethylben- 
zyl)dithio[ terephthalate 
2S 1,3,5-tris-(3,5-dl-tert-butyl-4-hydroxybenzyI) isocyanurate 

1 ,3,5-tris-(4-tert-butyl-3-hydroxy-2,6-dinnethylbenzyl) isocyanurate 
. 3,5-di-terl-butyl-4-hydroxybenzyl-phosphoric acid dioctadecyl ester 
3,5-di-tert-butyl-4-hydroxybenzyl-phosphoric acid monoethyl ester, calcium-salt 

30 1 .6. Acylaminophenols. for example. 

4-hydroxy-Iauric acid anilide 
4-hydroxy-stearic acid anilide 

2,4-bis-octyimercapto-6-(3,5-tert-butyl-4-hydroxyanllino)-s-triazlne octyl-N-(3.5-di-tert-butyl-4-hydroxyphenyl)- 
3S carbamate 

1 .7. Esters of &-f3.5-di-tert-butvl-4-hvdroxvphenvl)-propionic acid with monohydric or polyhydric abohols, for example, 



40 


methanol 


diethylene glycol 




octadecanol 


triethylene glycol 




1,6-hexanediol 


pentaerythritol 




neopentyl glycol 


tris-hydroxy ethyl Isocyanurate 


45 


thiodiethylene glycol 


di-hydroxyethyl oxalic acid diamide 



1.B. Esters of B-(5-tert-butvl-4-hvdroxV'3-methvlphenvl)-proplonic acid with monohydric or polyhydric alcohols, for 
example. 



methanol 


diethylene glycol 


octadecanol 


triethylene glycol 


1 ,6-hexanediol 


pentaerythritol 


neopentyl glycol 


trisrhydroxyethyl isocyanurate 


thiodiethylene glycol 


di-hydroxyethyl oxalic acid diamide 
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1 .9. Amides of [5>(3.5-df>tert-butvl-4-hvdroxvphenvn-propionic acid for example. 

N,N'-di-(3,5-di-tert-butyl-4-hydroxyphenylpropionyI)-hexamethylenediamine 

N,N'-di-(3,5-di-tert-butyl-4-hydroxyphenylpropionylHrimethylenediamine 

N,N'-di-(3,5-di-tert-butyl-4-hydroxyphenyipropionyI)-hydra2ine 

2. UV absorbers and light stabilizers 

2. 1 . 2-(2'- Hvdroxvphenvl)-ben2otriazo{es , for example, the 5'-methyl-. 3',5*-di-tert-buty!-, S'-tert-butyl-, 5*- 
(1 .1 ,3,3-tetramethylbutyl)-, 5-chloro-3',5'-di-tert-butyl-. 5-chloro-3'-tert-butyl-5'-methyl-, 3'-sec-butyl-5'-teft-butyl-, 
4'-octoxy. 3',5'-dl-tert-amyl-, 3'.5'-bis-(a,a-dlmethylbenzyl). 3'-a-cumyl-5'-tert-octyl, 3Mert-butyl-5*-(2-(omega-hy- 
droxy-octa-(ethyleneoxy)carbonyl-ethyl)-,3'-dodecyl-5'-methyl-. and 3'-tert-butyl-5'-(2-octyloxycarbonyl)ethyl-, 
and dodecylated-5'-methyl derivatives. 

2.2. 2-Hv droxv-benzophenones . for example, the 4-hydroxy-, 4-methoxy-, 4-octoxy, 4-decyloxy-, 4-dodecyloxy-, 
4-benzyloxy, 4.2',4'-trihydroxy- and 2'-hydroxy-4,4'-dimethoxy derivatives. 

2.3. Esters of optionally substituted benzoic adds for example, phenyl salicylate, 4-tert-butylphenyl salicylate, 
octylphenyl salicylate, dibenzoylresorcinol, bis-(4-tert-butylbenzoyl)-resorcinol, benzoylresorcinol. 3.5-di-tert- 
bulyl-4-hydroxybenzoic acid 2.4-di-lerl-butylphenyl ester and 3,5-di-len-butyl-4-hydroxybenzoic acid hexadecyl 
ester. 

2.4. Acrylates . for example, a-cyano-p.^-diphenylacryllc acid ethyl ester or isooctyl ester, a-carbomethoxy-cin- 
namic acid methyl ester, a-cyano-p-methyl-p-methoxy-cinnamic acid methyl ester or butyl ester, a-carbomethoxy- 
p-methoxy-cinnamic acid methyl estor, N-(p-carbomethoxy-p-cyanovinyl)-2-methyl-indbline. 

2.5. Nickel compounds , for example, nickel complexes of 2,2'-thio-bis-[4-(1 ,r3,3-tetramethy(butyl)-phenol], such 
as the 1 :1 or 1 :2 complex, optionally with additional ligands such as n-butylamine, triethanolamine or N-cyclohexyl- 
diethanolamine, nickel dibutyldithlocarbamate. nickel salts of 4-hydroxy-3,5-dl-tert-butylbenzylphosphonic acid 
monoalkyi esters, such as of the methyl, ethyl or butyl ester, nickel complexes of ketoximes such as of 2-hydroxy- 
4-methyl-phenyl undecyl ketoxime, nickel complexes of 1-phenyl-4-lauroyl-5-hydroxy-pyrazole. optionally with ad- 
ditional ligands. 

2.6. Stertca llv hindered amines , for example bis-(2,2,6,6-tetramethylpiperldyl) sebacate, bis-(1.2,2,6,6-pentame- 
thylplperidyl)sebacate, n-butyl-3,5-di-tert.butyl-4-hydroxybenzyl malonic acid bis-(1.2,2,6,S-pentanemethylpiperi- 
dyOester, condensation product of 1 -hydroxyethyl-2,2,6,6-tetramethyl-4-hydroxypiperidine and succinic acid, con- 
densation product of N,N'-(2,2,6,6-tetramethylpiperidyl)-hexamethylenediamine and 4-tertHDCtylamino-2,6-dlchlo- 
ro-s-triazine, tris-(2,2.6,6-tetramethylplperidyI)-nitrilotriacetate, tetrakis-(2,2,6,6-tetramethyl-4-piperidyl) 1 . 
2,3,4-butanetetracarboxylate. 1 , ,2-ethanedlyl)-bis-(3,3,5,5-tetramethylpiperazinone). 

2.7. Oxalic acid diamides . for example, 4,4'-di-octyloxy-dxanilide, 2,2'-di-octyloxy-5,5'-di-tert-butyl-oxanilide, 2,2'- 
di-dodecyloxy-5,5'-d}-tert-iDutyl-oxanilide. 2-ethoxy-2'-ethyl-oxanilide, N,N'-bis (3-dimethylaminopropyl)-oxala- 
mide, 2-ethoxy-5-tert-butyl-2'-ethyloxanillde and its mixture with 2-ethoxy-2'-ethyl-5.4'-di-tert-butyloxanilide and 
mixtures of ortho- and para-methoxy- as well as of o- and p-ethoxy-dlsubstltuted oxanilides. 

2. B. Hvdroxvphenvl-s -triazlnes . for example 2,6-bis-(2.4-dimethylphenyl)-4-(2-hydroxy-4-octyloxyphenyl)-s-tri- 
azine; 2,6-bis-(2,4-dimethylphenyl)-4-(2,4-dlhydroxyphenyl)-s-triazjne; 2,4-bls(2.4-dihydroxyphenyl)-6-(4-chlo- 
rophenyl)-s-triazine; 2,4-bis[2-hydroxy-4-(2-hydroxyethoxy)phenyl]-6-(4-chlorophenyl)-s-lriazine; 2,4-bis[2-hy- 
droxy-4-(2-hydroxy-4-(2-hydroxyethoxy)phenyl]-6-(2.4-dimethylphenyl)-s-triazine; 2,4-bis[2-hydroxy-4-(2-hydrox- 
yethoxy)phenyl]-6-(4-bromophenyl)-s-trlazine; 2.4-bis[2-hydroxy-4-(2-acetoxyethoxy)phenyl]-6-(4-chlorophenyl)- 
s-triazine, 2,4-bis(2,4-dihydroxyphenyl)-6-(2,4-dimethylphenyl)-s-triazine. 

3. Metal d eactivators , for example, N,N'-diphenyloxalic acid diamide, N-salicylal-N'-salicyloylhydrazine, N,N'-bis- 
salicyioylhydrazine, N.N'-bis-(3,5-di-tert-butyl-4-hydroxyphenylpropionyl)-hydrazine, 3-salicyloyiamino-1 ,2,4-tria- 
zole, bis-benzylidene-oxalic acid dihydrazide. 

4. Phosphites and o hosphonites . for example, triphenyl phosphite, diphenylalkyi phosphites, phenyldialkyi phos- 
phites. tri-(nonylphenyl) phosphite, trilauryl phosphite, trioctadecyl phosphite, di-stearyl-pentaerythrrtol diphos- 



.0845468A1J_> 



10 



EP 0 845 458 A1 



phite. tris-(2.4-di-tert-butylphenyl) phosphite, di-isodecylpentaerythritol diphosphite, .dl-(2.4-di-tert-butylphenyl) 
pentaerythrltol diphosphite, tristearyl-sorbitol triphosphite, tetrakis-(2,4-dl-tert-butylpheny[y 4,4'-diphenylylenedi- 
phosphonlte. ... 

5 5. Compounds which destroy peroxide , for example, esters of p-thlodipropionic acid, for example the lauryl. stearyl, 

myristyl or tridecyl esters, mercapto-benzimidazole or the zinc salt of 2-mercaptobenzimidazole, ziop dibutyl-dithi- 
ocarbamate, dioctadecyl disulfide, pentaerythritol tetrakis-(P-dodecylmercapto)-propionate. 

6. Hydroxvlamlnes , for example, N,N-dlbenzylhydroxylamlne, N,N-diethylhydroxylamine, N,N-dioctylhydroxy- 
10 lamtne, N,N-dilaurylhydroxylamine, N,N-ditetradecylhydroxylamine. N^N-dihexadecylhydroxylamlne, N,N-diocta- 

decylhydroxylamine. N-hexadecyl-N-octadecylhydroxylamine, N-heptadecyl-N-octadecylhydroxylamine, N,N-di- 
alkylhydroxylamine derived from hydrogenated tallow amine. 

7. Nitrones. for example. N-benzyl-alpha-phenyl nitrone, N-ethyl-alpha>methyl nltrone, N-octyl-alpha-heptyl nitro- 
ns ne, N-lauryl-alpha-undecyl nitrone, N-tetradecyl-alpha-tridecyl nitrone, N-hexadecyl-alpha-pentadecyl nltrone, N- 

octadecyl-alpha-heptadecylnitrone, N-hexadecyl-alpha-heptadecyl nitrone, N-octadecyl-alpha-pentadecyl nitro- 
ne, N-heptadecyl-alpha-heptadecyl nltrone, N-octadecyl-alpha-hexadecyl nitrone, nitrone derived from N,N-di- 
alkylhydroxylamine derived from hydrogenated tallow amine. 

8. Polyamide stabilizers , for example copper salts in combination with iodides and/or phosphorus compounds and 
salts of divalent manganese. 

9. Basic co-stabilizers , for example, melamine. polyvinylpyrrolidone, dicyandiamide, triallyl cyanurate, urea deriv- 
atives, hydrazine derivatives, amines, polyamides, polyurethanes, alkali metal salts and alkaline earth metal salts 

25 of higher fatty acids for example Ca stearate, 2n stearate, Mg stearate, Na ricinoleate and K palmitate, antimony 

pyrocatecholate or zinc pyrocatecholate. 

10. Nucleating agents , for example, 4-tert-buty I -benzoic acid, adipic acid, diphenylacetic acid. 

2^ 11. Fillers and reinforcing agents , for example, calcium carbonate, silicates, glass fibers, asbestos, talc, kaolin, 

mica, barium sulfate, metal oxides and hydroxides, carbon black, graphite. 

12. Other additives, for example, plasticizers, lubricants, emulsifiers, pigments, optical brighteners. flameproofing 
agents, anti-static agents, blowing agents and thiosynergists such as dilauryl thiodipropionate or distearyl thiodl- 
55 propionate. 

The phenolic antioxidant of particular interest is selected from the group consisting of n-octadecyl 3,5-dj-tert-butyl- 
4-hydroxyhydrocinnamate: neopentanetetrayl tetrakis(3,5-di-tert-butyl-4-hydroxyhydroclnammate), di-n-octadecyl 
3,5-di-tert-butyl-4-hydroxybenzylphosphonate, 1 ,3,5-tris(3;5-di-tert->butyl-4-hydroxybenzyl) isocyanurate, thiodiethyl- 

40 ene bis(3,5-di-tert-butyl-4-hydroxyhydroc!nnamate), 1 .3,5-trimethyl-2,4.6-tris(3,5-di-tert-butyl-4-hydroxybenzyl)ben- 
zene, 3,6-dioxaoctamethylene bis(3-methyl-5-terl-butyl-4-hydroxyhydroclnnamate), 2,6-di-tert-butyl-p-cresoi, 2,2'- 
ethylidene-bis(4,6-di-tert-butylphenol), 1 ,3,5-tris(2,6-dlmethyl-4-tert-butyl-3-hydroxybenzyl)isocynurate, 1 ,1 ,3,-tris 
(2-methyl-4-hydroxy-5-tert-butylphenyl)butane, 1 ,3,5-tris[2-(3,5-di-tert-butyl-4-hydroxyhydrocinnamoyloxy)ethyl]iso- 
cyanurate, 3,5-di-(3,5-di-tert-butyl-4-hydroxybenzyl)mesitol. hexamethylene bis(3,5-di-tert-butyl-4-hydroxyhydrocin- 

45 namate), 1-(3.5-dl-tert-buty(-4-hydroxyanilino)-3,5-di(octylthio)-s-tria2ine, N,N'-hexamethyiene-bis(3,5-di-tert-butyl- 
4-hydroxyhydrocinnamamlde), calcium bis(ethyl 3,5-dl-tert-butyl-4-hydroxybenzylphosphonate), ethylene bls[3,3-di 
(3-tert-butyl-4-hydroxyphenyl)butyrate], octyl 3,5-di-tert-butyl-4-hydroxybenzylmercaptoacetate, bis(3,5-dl-tert-butyl- 
4-hydroxyhydrocinnamoyI)-hydra2ide. and N:N'-bis[2-(3,5-di-tert-butyl-4-hydroxyhydrocinnamoyloxy)-ethyl]-oxamide. 
A most preferred phenolic antioxidant is neopentanetetrayl tetrakls(3,5-di-tert-butyl-4-hydroxyhydroclnnamate), n- 

so octadecyl 3,5-dl-tert-butyl-4-hydroxyhydrocinnamate. 1 ,3,5-trimethyl-2,4,6-trls(3,5-dl-tert-butyl-4-hydroxybenzyl)ben- 
zene. 1 ,3,5-tris(3,5-dl-tert-butyl-4-hydroxybenzyl)isocyanurate. 2,6-di-tert-buty!-p-cresol or 2,2'-ethylidene-bis(4,6-di- 
tert-butylphenol). 

The hindered amine compound of particular interest is selected from the group consisting of 

ss bis(2,2,6,6-tetramethylpiperldin-4-yl) sebacate, 

bis{1,2,2,6,6-pentamethylpiperidin-4-yl)sebacate, 

di(1,2.2,6,6-pentamethylpiperidin-4-yI) (3,5-di-tert-butyl-4-hydroxybenzyl)butylmalonate, 

4-benzoyl-2,2,6,6-tetramethylpiperidine, 4-stearyloxy-2,2,6.6-tBtramethylpiperidine, 3-n-octyl-7.7,9,9-tetramethyI- 
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1 ,3,S-tria2a-spiro[4.5]decane-2 .4-dione, 
tris(2,2.6,6-tetramethylpiperidin-4-yI) nitrilotriacetate. 

1.2-bis(2.2.6,6-tetramethyl-3-oxopiperazin-4-yl)ethane, 2.2,4,4-tetramethyl-7-oxa-3»20-dia2a-21-oxodispiro 
[5.1 .11 .2]heneicosane, polycondensation product of 2.4-dichloro-6-tert-octylamino-s-tria2ine and 4,4'-hexameth- 
yienebis(amino-2,2.6,6-tetramethylpiperidine), 

polycondensation product of 1-(2-hydroxyethyl)-2.2,6,6-tetramethyl-4-hydroxypiperidine and succinic acid, poly- 
condensation product of 4,4'-hexamethylenebis-(amjno-2,2,6,6-tetrannethylpjperidine) and 1 ,2-dlbromoethane. 
tetrakls(2,2,6,6-tetramethylpiperidin-4-yl)l,2,3,4-butanetetracarboxylate. 
tetrakis(1,2,2,6,6-pentamethylpiperidin-4-yI)1,2,3,4-butanetetracarboxylate, 

polycondensation product of 2,4-dichloro-6-morpholino-s-tria2ine and 4,4'-hexamethylene-bis(amlno-2,2,6,6-te- 
tramethylpiperldine), N,N^N^N"Met^akis[(4,6-bis(butyl-1,2.2,6,6-pentanrlethyl-pipe^idin-4-yl)-arnlno-s-tria2 in- 
2-yl]-1,10-diannino-4,7-diazadecane, nr^ixed [2,2.6.6-tetramethylpiperidin-4-yl/p.p,|J',p'-tetramethyl-3,9- 
(2,4,8, 10-tetraoxaspiro[5.5]-undecane) diethyl] 1 ,2,3,4-butanetetracarboxylate, 
mixed [1 .2.2.6.6-pentaniethylpiperidin-4-yl/p,p,P'P'-tetrannethyl-3,9-(2,4,BJ0-tetraoxaspiro[5.5]und 
1 ,2.3,4-butanetetracarboxylate, octamethylene bis(2,2,6,6-tetramethylpiperidin-4-carboxylate), 4.4'-ethylenebis 
(2,2,6,6-tetramethylpipera2in-3-one). N-2,2.6.6-tetramethylplperidin-4-yl-n-dodecylsucclnimide, N-1 ,2.2,6,6-pen- 
tamethylpiperidin-4-yl-n-dodecylsuccinimide, N-1-acetyl-2,2,6,6-tetramethylpiperidin-4-yln-dodecylsuccinimide, 
1-acetyl3-dbdecyl-7,7,9,S-tetramethyl-l,3,B-tnazasplro[4.5]decane-2,4-dione, di-(1-octyloxy-2,2,6,6-tetramethyl- 
piperidin-4-yl) sebacate, di-(1-cyclohexylo*xy-2,2,6,6-tetramethylpiperidin-4-yl) succinate, 1-octyloxy-2,2,5,6-te-. 
trarnelhyl-4-hydroxy-piperidine.poly-{[6-lert<)Clyianiino-s4ria2in-2,4-diyl][2-(1-cyclohexylox 
piperidin-4-yl)inriino-hexamethylene-[4-(1-cydohexyloxy-2,2.6,6-tetranriethylpiperidin-^^ and 2,4,6-tris[N- 

(1-cyclohexyloxy-2,2.6,6-tetrannethylpiperldin-4-yl)-n-butylamino]-s-triazlne. 

A most preferred hindered amine compound is bis(2,2,6,6-tetramethyipiperidin-4-yl) sebacate, bis(1 ,2,2,6.6-pen- 
tamethylpiperidin-4-yi) sebacate, di{1 ,2,2,6, 6-pentamethyipiperidln-4-yl) (3,5'dj-tGrt-butyl-4-hydroxybonzyl)butyl- 
malonate, the polycondensation product of 1-(2-hydroxy9thyl)-2,2,6,6-tetramethyl-4-hydroxypiperjdjne and succinic 
acid, the polycondensation product of 2,4-dichloro-6-tert-octylamino-s-triazine and 4,4'-hexamethylenebis(amino- 
2,2,6,6-tetramethylpiperldine), N,N',N%N"'~tetrakls[(4.6-bis{butyl-(1 ,2,2,6,6-pentamethyl-piperidin-4-yl )amino)-s-tri- 
azlne-2-yI]-1 ,10-diamino-4,7-dlazadecane. di-(1-octyloxy-2,2,6,6-tetramethylpiperidin-4-yl) sebacate, di-(1 -cyclohex-' 
yloxy-2,2,6.6-tetramethylpiperidin-4-yl) succinate. 1-bctyloxy-2,2,6.6-methyl-4-hydroxy-piperidine, poly-([6-tert-oc- 
tylamino-s-tria2jn-2,4-diyl] [2-(1-cyclohexyloxy-2,2.6.6-tetramethylplperidin-4-yl)imlno-hexamethylene-[4-(1-cyclohex- 
yloxy-2,2,6,6-tetramethylpiperidin-4-yl)imino], or 2,4,6-tris[IM-(1-cydohexyloxy-2,2,6.6-tetramethylpiperidin-4-yl)-n- 
butylamlno]-s-triazine. 

The following examples are meant to illustrate the instant invention. 

Example 1 

1 ,2-Bis-adduct of 1 -Oxyl-2,2,6,6-tetramethyM-benzoyloxypiperidine and Styrene 

A deoxygenated solution of 10 g of 1 -oxyl-2,2,6,6*tetramethyl-4-benzoyloxypiperidine in 1 20 mL of styrene is heat- 
ed at 100*C for 24 hours. The unreacted styrene is then removed under reduced pressure. The title compound is 
isolated from the residue by chromatography and purified by crystallization from hexane/ethyl acetate to give 5.3 g of 
adduct product, melting at 175-176'C. 

45 Example 2 

1,2-BiSTadduct of 1-Oxyl-2.2,6,6-tetramethyl-4-ben2oyloxypiperidlne and 4-Chlorostyrene 

When following the procedure of Example 1 , an equivalent amount of 4-chlorostyrene is substituted for styrene, 
so the title compound is obtained after purification by chromatography as a white solid melting at 76-78*0. 

Example 3 

1 ,2-Bis-adduct of 1-Oxyl-2,2,6,6-tetramethyl-4-hydroxypip©ridine and Styrene 

55 

When following the procedure of Example 1 , an equivalent amount of 1 -oxy I -2,2,6, 6-tetram ethyl -4- hydroxy pipe ri- 
dine is substituted for 1 -oxy 1-2,2,6, 6-tetramethyl-4-benzoyloxypiperidine, the title compound is obtained after purifica- 
tion by chromatography as a white solid melting at 104-108''C. 
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Example 4 

1 .2-Bis-adduct of 1 -Oxyl-2,2,6,6-tetra methylpiperidine and Styrene 

s When following the procedure of Example 1, an equivalent amount of 1-oxyl-2,2,6,64etramethyipiperldlne Is sub- 

stituted for 1 -oxyl-2,2,6,6-tetramethyl-4-ben2oyloxyplperidine, the title compound is obtained after purification by chro- 
matography as a colorless oil. 

Example 5 

10 

1 ,2-Bis-adduct of 1-Oxyl-2,2.6,6-tetramethyl-4-oxopiperldine and Styrene 

When following the procedure of Example 1 , an equivalent amount of 1-oxyl-2,2,6,6-tetramethyl-4-oxopiperidine 
is substituted for 1 -oxyl-2,2,6,5-tetramethyl-4-ben2oyloxypiperidine, the title compound is obtained after purification by 
15 chromatography as a colorless waxy solid. 

Example 6 _ 

1 .2-Bis-adduct of 2-Oxyl-1 .1 ,3,3-tetra methylisoindoline and Styrene 

20 

When following the procedure of Example 1 : an equivalent amount of 2-oxyl-1 .1 ,3,3-tetramethyllsolndoline is sub- 
stituted for 1 -oxyl-2,2,6,6-tetramethyl-4-ben2oyloxypiperidine, the title compound is obtained after purification by chro- 
matography as a white solid melting at 1 38-1 39** C. 

2S Example 7 

1 ,2-Bis-adduct of 1-Oxyl-2.2,6,6-tetramethyl-4-ben2oyloxypiperidine and Butyl Acrylate 

A deoxygenated solution of 30 g of 1-oxyl-2,2,6,6-tetramethyl-4-ben2oyloxypiperidine in 50 mL of butyl acrylate is 
30 heated at 1 30"C for 22 hours, the unreacted butyl acrylate is then removed under reduced pressure. The title compound 
is isolated from the residue by chromatography to give 9.0 g of adduct product as a colorless oil. 

Example B 

3S 1 ,2-Bis-adduct of 1 -Oxyl-2,2.6,6-tetramethyl-4-hydroxypiperidlne and Butyl Acrylate 

When following the procedure of Example 7, an equivalent amount of 1-oxyl-2,2,6,6-tetramethyl-4-hydroxypiperi- 
dine is substituted for 1-oxyl-2,2,6,6-tetramethyl-4-ben2oyloxypiperidine, the title compound is obtained after purifica- 
tion by chromatography as a white solid melting at 115-117*0. 

40 

Examples 9-15 

Commercial grade styrene is freed of the tert-butyicatechol storage stabili2er by washing with 1 N aqueous sodium 
hydroxide followed by distillation under reduced pressure. 

4S A 300-mL three-necked flask equipped with a thermometer, condenser, rubber septum and magnetic stirrer bar is 

charged with TOO g .of styrene (purified as described above) without any inhibitor (Example 9) or charged in separate 
experiments with 200 mg of various test compounds of this invention in Examples 10-15. An oxygen-free atmosphere 
is established by five consecutive evacuations and backfilling with nitrogen, followed by sparging the styrene solution 
with pure nitrogen for 15 minutes. The vessel is Immersed into a mechanically stirred and thermostatically controlled 

so oilbath at 1 20'*C. Small aliquots are removed periodically and analy2ed for polymer content. The amount of polystyrene 
formed is then determined by refractive index measurements, calibrated with authenic polystyrene in styrene solutions 
of known concentrations. The results are shown in table 1 below. 
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Table 1 







Percent Polymer formed after h 


eatinq of | 




Examnip Nn 


30 minutes 


60 minutes 


90 minutes 


9 


none 


3.7 


8.4 




10 


1 


0.0 


0.5 


2.8 


11 


2 


0.0 


0.8 


3.8 


12 


3 


0.0 


0.2 


1.6 


13 


4 


0.0 


0.0 


1.0 


14 _ 


5 


0.1 


0.1 


1.9 


15 


6 


0.0 


0.2 


1.3 



It is clear from these data that each of the instant adduct compounds of Examples 10-15 provide far superior 
inhibition efficacy to prevent or mitigate the premature polymerization of the styrene monomer compared to the unin- 
hibited styrene sample of Example 9. 

Example 16 

1,2-Bls-adduct of 1-Oxyl-2,2,6,6-tetramethyl-4-acetamidopiperidine and Styrene 

When lollowing the procedure of Example 1 , an equivalent amount of 1 -oxyl-2.2,6.6-tetramethyl-4-acetamido pip- 
eridine is substituted for 1-oxyl-2,2,6.6-tetramethy!-4-benzoyloxypiperidine, the title compound is obtained after puri- 
fication by chromatography. 

Example 17 

Light Stabilization of ABS/Polycarbonate Blends 

A 50/50 blend of ABS (containing a hindered amine stabilizer compound of formula I) and polycarbonate is prepared 
by compounding the mixed resin pellets in a mini Brabender extruder Injection molded 125 mil (3;2 mm) Izod bars are 
then prepared for evaluation of light stability, under standard interior automotive Xenon Arc WeatherOmeter exposure 
and spray Xenon Arc WeatherOmeter exposure tests. 

The ABS/Polycarbonate blend containing the instant stabilizer compound of formula I shows enhanced light sta- 
bilization compared to control polymer having no hindered amine compound present 

Example IB 

Stabilization of Polypropylene Fiber 

When a polypropylene fiber contains a stabilizer compound of formula I, it exhibits superior light and thermal 
stability compared to an unstabilized polypropylene fiber. 



Claims 

1 . A compound of foi-mula I or II 
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^0 where and Rg are Independently alkyi otl to 4 carbon atonns, or R^ and R2 together are pentamethylene, 

E Is aryl of 6 to 10 carbon atoms, or said aryl substituted by alkyI ot 1 to 4 carbon atonns or by halogen, or E 
is -COOH or -COORg where Rg Is alkyI of 1 to 18 carbon atoms or hydroxyalkyi of 2 to B carbon atoms, or E 
is-CN, 

Ra, R4 and R5 are Independently alky I of 1 to 4 carbon atoms, and 

T is a group needed to complete a 5-, 6- or 7-membered ring or an 1 ,1 ,3,3-tetramethyllsoindoline moiety, 
where said T group Is unsubstituted or substituted by hydroxy!, by 0x0, by acetamido, by -ORg where R3 is 
alkyI ot 1 to IB carbon atoms, or by -O-CO-R9 where Rg Is alkyI of 1 to 17 carbon atoms or phenyl, with the 
proviso that the compound of formula I Is not 1 -phenyl-1 ,2-bls(2,2,6,6-lelramethylplperldln-1-yloxy)ethane or 
1-phenyI-l,2-bis(1,1,3,3-tetramethyl-isondolln-2-yloxy)ethane. 

so 

2. A compound according to claim 1 wherein R-, and R2 are each methyl. 

3. A compound according to claim 1 wherein E is -COOH, -CN or -COORg where Rg is alkyI of 1 to 4 carbon atoms. 
55 4. A compound according to claim 3 wherein Rg is butyl. 

5. A compound according to claim 1 wherein R3, R4 and R5 are each methyl. 
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6. A compound according to claim 1 wherein T is a group needed to complete a 5-, 6-. or 7-membered ring or an 
1 J ,3.3-tetramethylisoindoline moiety, where said T group is unsubstltuted or substituted by hydroxy!, by oxo. by 
acetamido or by -O-CO-Rg where Rg is alkyi of 1 to 11 carbon atoms or phenyl. 

5 7. The compound according to claim 1 which is 

(a) 1 ,2-bis-adduct ot 1 -oxyl-2,2,6,6-tetramethy!-4-ben2oyloxypiperidlne and styrene; 

(b) 1 ,2-bis-adduct of 1-oxyl-2,2,6,6-tetramethy(-4-ben2oyloxypiperidine and 4-chlorostyrene; 

(c) 1 ,2-bts-adduct of 1 -o'xyl-2,2,6,6-tetramethyl-4-hydroxypiperidine and styrene; 
^0 (d) 1 ,2-bis-adduct of 1 -oxyl-2,2,6,6-tetramethy!-4-oxopiperidine and styrene; 

(e) 1 ,2-bis-adduct of 1 -oxyl-2,2.6,6-tetramethyl-4-ben2oyloxypiperldine and butyl acrylate; 

(f) 1 ,2-bis-adduct of 1 -oxyl-2,2,6,6-tetramethyl-4-hydroxypiperidlne and butyl acrylate, or 

(g) 1 ,2-bis-adduct of 1-oxyl-2,2,6.6-tetramethyl-4-acetamidopiperidine and styrene. 

IS 8. A cornposltion stabilized against premature polymerization which comprises 

a. an ethylenically unsaturated monomer, and 

b. an effective stabilizing amount of a compound of formula I or H according to claim 1 . 

20 9. A composition according to claim 8 wherein the eihylentcally unsaturated monomer is selected from the group 
. consisting of the vinyl aromatic hydrocarbons; the dienes; the halogenated vinyl monomers; the unsaturated acids; 
the unsaturated esters; the unsaturated nitriles; the unsaturated ethers; and miscellaneous vinyl monomers which 
are the vinyl pyridines, diethyl vinylphosphonate and sodium styrenesulfonate. 

2S 10. A composition according to claim 9 wherein the monomer is a-methylstyrene, divinylberlzene, butadiene, Isoprcne, 
vinyl chloride, chloroprene, vinylidene chloride, vinylidene fluoride, vinyl fluoride, acrylic acid, methacryllc acid, 
crotonic acid, butyl acrylate, methyl methacrylate, ethyl acrylate, methyl acrylate, acrylonitrlle, methacrylonitrile or 
methyl vinyl ether. 

50 11. A composition according to claim 10 wherein the monomer is, acrylic acid, methacrylic acid, butyl acrylate, ethyl 
acrylate or acrylonitrlle. 

12. A composition according to claim 8 wherein the effective stabilizing amount of component (b) is 1 to 10000 ppm 
by weight based on the weight of monomer of component (a). 



55 
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13. A stabilized composition which comprises 

(a) an organic material subject to the deleterious effects of heat, oxygen or actinic radiation, and 

(b) an effective stabilizing amount of a compound of formula I or II according to claim 1 . 



14. A composition according to claim 1 3 wherein component (a) is a polymer 

15. A composition according to claim 14 wherein the polymer is a polyolefin. 

45 16. A composition according to claim 15 wherein the polyolefin is polypropylene or polyethylene. 

17. A composition according to claim 13 wherein component (a) is a polymer, copolymer or polymer blend which 
• contains in al least one polymer or polymer component significant elhylenic unsaturation. 

50 18. A composition according to claim 17 wherein the polymers of component (a) are polymers selected from the group 
consisting of ABS, HIPS, emulsion SBR. PP/EPDM, PP/NBR, PP/NR, ABS/PC, ABS/nylon, ABS/PVC, ABS/pol- 
yester, ABS/SMA, ABS/polysulfone, ASA/PC, acetal/elastomer, polyester/elastomer, nylon/elastomer, PPO/NR, 
EPDM/NBR and EPDM/olefin. 

55 19. Use of the bis-adducts of formulas I and II according to claim 1 as effective inhibitors against the premature po- 
lymerization of ethylenically unsaturated monomers. 
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